Permanent Painting

colors which, would be just as permanent. It has,
however, no defects. It dries well, is permanent to
light, and permanent when mixed with every pigment
excepting those containing lead, which it does not
affect as quickly as ultramarine blue, because its sul-
phur content is so extremely low. Zinc white, lamp
black and a trace of ultramarine produce the same
shade.

MINIUM

Minium is a very brilliant orange red. It is a
pure form of oxide of lead made by calcining flake
white. Its shade is similar to that of orange vermilion.
It is perfectly permanent to light, but is very suscepti-
ble to the action of sulphureted hydrogen. It has the
same shade as scarlet quick silver vermilion, and is a
powerful drier. It is best to use it alone and it ought
to be varnished as soon as possible. When not var-
nished it bleaches to a straw color on long exposure,
which is due to the acid gases in the air.

MONO CHROME TINTS
These are mixtures of white lead, raw umber, burnt
umber, lamp black, ivory black, etc., and on account
of the lead content are affected by sulphureted hy-
drogen, which tends to darken them. When these
colors are made on a zinc white base they are much
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